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CHEMICAL ANALYSIS OF SPECIAL STEELS
Sample.	Phosphate.	Results by the different methods.	
		Lead peroxide.	Persulphate.
No. 40	Mn 14.84	14.76 14.92	14.85 14-77
39	9.04	9.09 9.10	9-03 9.II
NOTE.    Titration with arsenious acid is objectionable in such high per cents of Mn as it gives brown tints that obscure the end point.